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Description 

TECHNICAL FIELD 



This inventon relates to an ultra-high strength steel having a tensile strength (TS) of at least 950 MPa and excellent 
in low temperature toughness and weldability, which can be widely used as a weldaWe steel material for line pipes for 
transporting natural gases and crude oils, various pressure containers, industrial machinery, and so forth. 

BACKGROUND AFTT 
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The strength of line pipes used for pipelines for the long distance transportation of crude oils and natural gases has 
become higher and higher in recent years due to Q) an improvement in transportation efficiency by higher pressure and 
<g) an improvement in on-site execution efficiency by the reduction of outer diameters and weights of the line pipes Une 
pipes having X80 according to the American Petroleum Institute (API) standard (yield strength of at least 551 MPa and 
tensile strength of at least 620 MPa) have been put into practical use to this date, but the need for line pipes having a 
higher strength has become stronger and stronger. 

Studies on the production methods of ultra-high strength line pipes have been made at present on the basis of the 
conventional production technologies of X80 line pipes (for example. NKK Engineering Report. No. 138 (1992) pp 24- 
31 and The 7th Offshore Mechanics and Arctic Engineering (1988). Volume V. pp. 179-185), but the production of line 
20 pipes having XI GO (yield strengtfi of at least 689 MPa and tensHe strength of at least 760 MPa) is believed to be the limit 
according to these technologies. 

To achieve an ultra-high strength of pipe lines, there are a large number of problems yet to be solved, such as the ( 
balance between strength and low temperature toughness, the toughness of a welding heat affected zone (HAZ) field 
weldability. softening of joints, and so forth, and accelerated development of a revolutionary ultra-high strength line oioe 
25 (exceeding XI 00) which solves these problems has been earnestly desired. 

DISCLOSURE OF THE INVENTION 

In order to satisfy the requirements described above, the first object of the present invention is to provide a steel for 
a line pipe which has an excellent balance of a strength and a low temperature toughness, can be easily welded on 
field and has an ultra-high strength and a low yield ratio of a tensile strength of at least 950 MPa (exceeding X100 bv 
the API standard). v » j 

It is another object of the present invention to provide a steel for a high strength line pipe which is a low carbon high 
Mn (at least 1.7%) type steel containing Ni-Nb-Mo-trace Ti added compositely. and ® the micro-structure of which 
comprises a soft/hard mixed structure of fine ferrlte (having a mean grain size of not greater than 5 urn and containing 
a predetermined amount of worked ferrite) and martensite/bainite. 

The present inventfon specifies a P value (hardenabiRy index) as a usable strength estimation formula of a steel 
which ©(presses the hardenability index for high strength line pipe steels and represents a value indicating higher trans- 
formability to a martensite or bainite structure when it takes a large value, and this P value can be given by the followino 
40 general formula: = ^ » 

P = 2.7C + 0.4Si + Mn + 0.8Cr + 0.45(Ni + Cu) + (1 + p)Mo + V - 1 + p ( . 

The p value is zero when B < 3 ppm and is 1 when B ^ 3 ppm. 

Further, the ferrite mean grain size is defined as a mean grain boundary distance of the ferrite when measured in 
the direction of the thickness of the steel materieU. 

• ^^J'f^ inventfon provides a high strength line pipe steel (1) which is a low carbon high Mn type steel contain- 
ing Ni-Mo-Nb-traoe Ti-trace B compositely added thereto, and a low caibon high Mn type steel containing Ni-Cu-Mo- 
Nb-trace Ti compositely added thereto, and (2) the micro-structure of which comprises a two-phase mixed structure of 
a fine feirite (having a mean grain size of not greater than 5 nm and containing a predetermined amount of worked fer- 
rite) and martensite/bainite. 

Imi caibon-high Mn-Nb-Mo steel has been known in the past as a line pipe steel having a fine acicular femte struc- 
ture, but the upper limit of its tensile strength is 750 MPa at the highest. In this basic component system a high strength 
line pipe steel having a hard/soft mixed fine structure comprising a fine ferrite containing worked ferrite and marten- 
site/bainite does not at all exist. For. it has been believed until now that a tensile strength higher than 950 MPa could 
never be attained by the femte and martensiteA)ainite hard/soft mixed structure of the Nb-Mo steel, and that fow tem- 
perature toughness and field weldability would not be sufficient, either. 

However, the inventors of the present invention have discovered that even in Nb-Mo steel, an ultra-high strength 
and excellent low temperature toughness can be accomplished by strictly controlling the chemical conponents and the 
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micro-structure. The characterizing features of the present invention reside in ® that the ultra-high strength and the 
excellent low temperature toughness can be obtained even without a tempering treatment and ® that the yield ratio is 
lower than that of the hardened/tempered steels, and pipe moldablllty and low temperature toughness are by far more 
excellent. (In the steel according to the present invention, even when the yield strength is low in the form of a steel plate. 
5 the yield strength increases by molding the plate into a steel pipe, and the intended yield strength can be obtained). 

The present inventors have conducted intensive studies on the chemical compositions of steel materials and their 
micro-structures to obtain the ultra-high strength steels excellent in low temperature toughness and field weldabllity and 
having a tensile strength of at least 950 MPa, and have invented a high strength line pipe steel having a low yield ratio 
and excellent in low temperature toughness with the following technical gist. 

(1) A high strength line pipe steel having a low yield ratio and excellent in low tenperature toughness, containing, 
in terms of a percent by weight: 

C: 0.05 to 0.10%. 

Si: not greater than 0.6%-20. 

Mn: 1.7 to 2.5%. 

P: not greater than 0.015%, 

S: not greater than 0.003%. 

Ni: 0.1 to 1.0%. 

Mo: 0.1 5 to 0.60%. 

Nb: 0.01 to 0.10%, 

Ti: 0.005 to 0.030%. 

Ai: not greater than 0.06%. 

N: 0.001 to 0.006%. and 

the balance of Fe and unavoidable inipurities; 

having a P value defined by the following general formula within the range of 1 .9 to 4.0; and 
having a micro-structure conprising martensite. bainite and fen^ite. wherein the ferrite fraction is from 20 to 
90%. the femte contains 50 to 100% of worked ferrite, and the ferrite mean grain size is not greater than 5 jim; 

P = 2.7C + 0.4SI + Mn + O.SCr + 0.45(Ni + Cu) + (1 + p)Mo + V - 1 + p. 

with the proviso that p takes a value 0 when B < 3 ppm. and a value 1 when B ^ 3 ppm. 

(2) A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness according to 
the item (1). which further contains: 

B: 0.0003 to 0.0020%, 
Cu: 0.1 to 1.2%. 
Cr: 0.1 to 0.8%. and 
V: 0.01 to 0,10%. 

(3) A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness according to 
the items (1) and (2). which further contains: 

Ca: 0.001 to 0.006%. 
REM: 0.001 to 0.02%, and 
Mg: 0.001 to 0.006% 

(4) A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness, containing, 
so in terms of a percent by weight: 



C: 


0.05 to 0-10%. 


Si: 


not greater than 0.6%. 


Mn: 


1.7 to 2.2%. 


P: 


not greater than 0.015%, 


S: 


not greater than 0.003%, 


Ni: 


0.1 to 1.0%. 


Mo: 


0.15 to 0.50%. 


Nb: 


0.01 to 0.10%. 
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Ti: 0.005 to 0.030%, 

A^: not greater than 0.06%, 

B: 0.0003 to 0.0020%. 

N: 0.001 to 0.006%, and 
5 the balance of Fe and unavoidable impurities: 



having a P value defined by the following general formula within the range of 2.5 to 4.0; and 
having a nilcro-structure comprising martensite. bainite and ferrite. wherein a ferrite fraction is from 20 to 
90%, the ferrite contains 50 to 1 00% of worked ferrite, and a ferrite mean grain size is not greater than 5 ^m: 

10 

P value = 2.7C + 0.4Si + Mn + 0.45N! + 2Mo. 

(5) A high strength line pipe having a low yield ratio and excellent in low temperature toughness according to the 
item (4). which further contains: 

15 

V: 0.01 to 0.10%. 
Cr: 0.1 to 0.6%. and 
Cu: 0.1 to 1.0%. 

20 (6) A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness, containing, 
in terms of a percent by weight: 



C: 


0.05 to 0.10%. 


Si: 


not greater than 0.6%, 


Mn: 


1.7 to 2.5%, 


P: 


not greater than 0.01 5%. 


S: 


not greater than 0.003%. 


Ni: 


0.1 to 1.0%. 


Mo: 


0.35 to 0.50%. 


Nb: 


0.01 to 0.10%. 


Ti: 


0.005 to 0.030%. 


A£: 


not greater than 0.06%. 


Cu: 


0.8 to 1.2%, 


N: 


0.001 to 0.006%. and 



35 the balance of Fe and unavoidable impurities; 

having a P value defined by the following general formula within the range of 2.5 to 3.5; and 
having a micro-structure comprising martensite. bainite and ferrite, wherein a ferrite fraction is 20 to 90%, 
the fen^ite contains 50 to 100% of worked ferrite, and a ferrite mean grain size of not greater than 5 ^m: 

40 

P value = 2.7C + 0.4Si + Mn + O.SCr + 0.45(Ni + Cu) + Mo + V - 1 . 

(7) A high strength line pipe steel having a low yietol ratio and excellent in low tenperature toughness according to 
the item (6), which further contains: 

45 

Cr: 0.1 to 0.6%. and 
V: 0.01 to 0.10%. 

(8) A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness, according to 
so the items (4) through (7). which further contains: 

Ca: 0.001 to 0.006%. 
REM: 0 001 to 0.02%, and 
Mg: 0.001 to 0.0061. 

55 

BEST MODE FOR CARRYING OUT THE INVENTION 

Hereinafter, the present invention will be descrit>ed in detail. 

First of all. the micro-structure of the steel of the present invention will be explained. 
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To achieve an ultra-high tensile strength of at least 950 MPa» the micro-structure of the steel nnaterlal must com- 
prise a predetermined amount of martensite-bainite and to this end. the ferrite fraction must be 20 to 90% (or the mar- 
tensite/balnite fraction must be 1 0 to 80%). When the ferrile fraction is greater than 90%, the martensite/bainite fraction 
becomes so small that the intended strength cannot be achieved. (The ferrite fraction depends also on the C content, 
and it is notably difficult to attain a ferrite fraction of at least 90% when the C content exceeds 0.05%). 

In the steel according to the present invention, the most desirable ferrite fraction is 30 to 80% from the viewpoints 
of the strength and the low temperature toughness. However, ferrite is originally soft. Therefore, even when the ferrite 
fraction is 20 to 90%. the intended strength (particularly, the yield strength) and the low temperature toughness cannot 
be accomplished if the proportion of worked ferrite is too small. Therefore, the proportion of the worked ferrite is set to 
50 to 100%. Working (rolling) of the femte improves its yield strength by dislocation strengthening and sub-grain 
strengthening, and at the same time, it is extremely effective for improving the Charpy transition temperature as will be 
later described. 

Even limiting the micro-structure as described above is not yet sufficient to accomplish an excellent low tempera- 
ture toughness. To attain this object, it Is necessary to utilize separation by introducing the worked fen^ite, and to fine 
the mean grain size of the ferrite to not greater than 5 ^m. It has been clarified that in the ultra-high strength steel, too. 
the separation occurs on the fracture of the Charpy impact test, etc., by the introduction of the worked ferrite (texture), 
and that the fracture transition temperature is drastically lowered. (The separation is a laminar peel phenomenon occur- 
ring on the fracture of the Charpy impact test, etc., and is believed to lower the triaxial stress at the distal end of brittle 
cracks and to improve brittle crack propagation step characteristics). 

It has also been found that when the ferrite mean grain size is set to not greater than 5 ^m, the martensite/k)ainite 
structure other than the ferrite is simultaneously fined, and a remarkable improvement of the transition temperature and 
the increase of the yield strength can be obtained. 

As described above, the present invention has succeeded in the drastic improvement off the balance of the strengtii 
and the low temperature toughness of the hard/soft mixed structure of the ferrite of tiie martensite/bainite sti-ucture in 
Nb-Mo steel, the low temperature toughness of which had been believed inferior in the past. 

However, even if the micro-structure of the steel is strictiy controlled as described above, tiie steel material having 
the intended characteristics cannot be obtained. To accomplish this object, tiie chemical compositions must be limited 
simultaneously with the micro-structure. 

Hereinafter, the reasons for limitation of the chemical conrpositions will be explained. 

The C content is limited to 0.05 to 0.10%. Carbon is an extremely effective element for improving the strength of 
steel. In order to obtain the intended strength in the ferrite and martensite/bainite hard/soft mixed structure, at least 
0.05% of C is necessary. This is also the minimum necessary amount for securing the effect of precipitation hardening 
by the addition of Nb and V. the refining effect of the crystal grains and tiie strengtii of the weld portion. If the C content 
is too high, however, the low temperature toughness of botii tiie base metal and tiie HAZ and field wekJability are 
remarkably deteriorated. Therefore, the upper limit is set to 0.10%. 

Silicon (Si) is added for deoxidation and for improving the strength. If its content is too high, however, tiie HAZ 
toughness and field weldability are remarkably deteriorated. Therefore, its upper limit is set to 0.6%. Deoxkiation of tiie 
steel can be sufficiently accomplished by Ti or M, and Si need not always be added. 

Manganese (Mn) is an essential element for converting tiie micro-structure of tiie steel of the present invention to 
the ferrite and martensite/bainite hard/soft mixed structure and securing an excellent balance between strength and low 
tenperature toughness, and its lower limit is 1.7%. If the Mn content is too high, however, hardenability of the steel 
increases, so that not only the HAZ toughness and field weldability are deteriorated but center segregation of the con- 
tinuous cast steel slab is promoted and the low temperature toughness of the base metal are deteriorated. Therefore, 
its upper limit is set to 2.5%. The preferred Mn content is from 1 .9 to 2.1%. 

The object of addition of nickel (Ni) is to improve the strength of tiie low carbon steel of the present invention without 
deteriorating the low temperature toughness and field weldability In comparison with the addition of Mn, Cr and Mo. the 
addition of Ni forms less of the hardened structure detrimental to the low temperature toughness in the rolled structure 
(particularly, in the center segregation band of the slab), and the addition of trace Ni is found effective for improving the 
HAZ toughness, too. From the aspect of the HAZ toughness, a particularly effective amount of addition of Ni is greater 
than 0.3%. However, if the addition amount is too high, not only economy but also the HAZ toughness and field welda- 
bility are deteriorated. Therefore, the upper limit is set to 1.0%. The addition of Ni is also effective for preventing Cu 
cracks at the time of hot roiling arxJ continuous casting. In this case, Ni must be added in an amount of at least 1/3 of 
the Cu content. 

Molyfcxjenum (Mo) is added in order to improve hardenability of the steel and to obtain the intended hard/soft mixed 
st-ucture. When co-present with Nb, Mo strongly suppresses tiie recrystallization of austenite during controlled rolling 
and refines the austenite structure. To obtain such an effect, at least 0. 1 5% of Mo must be added. However, tiie addition 
of Mo in an excessive amount deteriorates the HAZ toughness and field weldability, and its upper limit is set to 0.6%. 

Furtiier, the steel according to the present invention contains 0.01 to 0.10% of Nb and 0.005 to 0.030% of Ti as tiie 
essential elements. 
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When co-present with Mo, niobium (nb) suppresses recrystalllzation of austenite during controlled rolling and 
refines the crystal grains. It also makes great contributions to the improvement in precipitation hardening and hardena- 
bllity. and improves the toughness of the steel. When the addition amount of Nb is too great, however, it exerts adverse 
influences on the HAZ toughness and site weldability. Therefore, its upper limit is set to 0.10%. 

5 On the other hand, the addition of titanium (Ti) which forms a fine TiN. restricts coarsening of the austenite grains 

at the time of slab re-heating and of the HAZ of welding, refines the micro-structure, and improves the low temperature 
toughness of the base metal and the HAZ. When the A^ content is small (for example, not greater than 0.005%). Ti 
forms an oxide, functions as an intra-grain ferrite formation riucleus and refines the HAZ structure. To obtain such 
effects of the Ti addition, at least 0.005% of Ti must be added. When the Ti content is too high, however, coarsening of 

10 TiN and precipitation hardening due to TiC occur and the low temperature toughness is deteriorated. Therefore, its 
upper limit is set to 0.03%. 

Aluminum (A/) is ordinarily contained as a deoxidation agent In steel, and has the effect of refining the structure. 
However, if the Ai content exceeds 0.06%, alumina type non-metallic inclusions Increase and lower tiie cleanness of 
the steel. Therefore, the upper limit is set to 0.06%. Deoxidation can be accomplished by Ti or Si. and Ai need not be 
15 always added. 

Nitrogen (N) forms TiN. restricts coarsening of the austenite grains during re-heating of the slab and the austenite 
grains of the HAZ. and improves the tow temperature toughness of both the base metal and the HAZ. The minimum 
necessary amount in this instance is 0.001%. When the N content is too high, however. N will result in surface defects 
of the slab and in deterioration of the HAS toughness due to the solid solution N. Therefore, its upper limit must be lim- 
20 ited to 0.006%, 

Further, the present invention limits the P and S contents as impurities elements to not greater than 0.015% and 
not grater than 0.003%, respectively The main object of the addition of these elements is to further improve the low 
temperature toughness of both the base metal and the HAZ. The reduction of the P content lowers center segregation 
of the continuous cast slab, prevents grain boundary destruction and improves the low temperature toughness. The 
25 reduction of the S content is necessary so as to reduce MnS, which is elongated in controlled rolling, and to improve 
the ductility and the toughness. 

Furthermore, at least one of the folbwing elements is selectively added, whenever necessary: 

B: 0.0003 to 0.0020%. 

30 Cu: 0.1 to 1.0%. 

Cr: 0.1 to 0.8%. and 

V: 0.01 to 0.10%. 

Next, the object of the addition of B, Cu, Cr. V. Ca, Mg and Y will be explained. 

35 Boron (B) restricts the formation of coarse ferrite from the grain boundary during rolling and contributes to the for- 
mation of fine ferrite from inside the grains. Further, B restricts the formation of the grain boundary ferrite in the HAZ 
and improves the HAZ toughness in welding methods having a large heat input such as SAW used for seam welding of 
weldable steel pipes. If the amount of addition of B is not greater than 0.0003%, no effect can be obtained and if it 
exceeds 0.0020%. B compounds will precipitate and lead to reduced low temperature toughness. Therefore, the 

40 amourn of addition is set to the range of 0.0003 to 0.0020%. 

Copper (Cu) drastically improves the strength in the ferrite and martensite/bainite two-phase mixed structure by 
hardening and precipitation strengthening the martensite/fc>ainite phase. It is also effective for improving the corrosion 
resistance and hydrogen irxluced crack resistance. If the Cu content is less than 0.1%. these effects cannot be 
obtained. Therefore, the lower limit is set to 0.1%. When added in an excessive amount, Cu leads to induced toughness 

45 of both the base metal and the HAZ due to precipitation hardening, and Cu cracks occur during hot working, too. There- 
fore, its upper limit is set to 1 .2%. 

Chromium (Cr) increases the strength of the wekJ portion. If the amount of addition is too high, however, the HAZ 
toughness as well as f iekJ weldability are remarkably deteriorated. Therefore, the upper limit of the Cr content is 0.8%. 
If the amount of addition is less than 0.1%. these effects cannot be obtained. Therefore, the lower limit is set to 0.1%. 

50 Vanadium (V) has substantially the same effect as Nb. but its effect is weaker than that of Nb. However, the effect 
of the addition of V in ultra-high strength steels is great, and the composite addition of Nb and V makes the excellent 
features of the present invention all the more remarkable. V undergoes strain-induced precipitation during working (hot 
rolling) of ferrite. and remarkably strengthens ferrite. If the amount of addition is less Vnan 0.01%. such an effect cannot 
be obtained. Therefore, the lower limit js set to 0.01%. The upper limit of up to 0.10% is permissible from the aspects 

55 of the HAZ toughness and field weldability, and a particularly prefenred range is 0.03 to 0.08%. 
Furthermae. at least one of the folbwing components. 

Ca: 0.001 to 0.006%. and 
REM: 0.001 to 0.02%. 
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or 



at least one of the following components. 



Mg: 0.001 to 0.006%. and 
Y: 0.001 to 0.010%, 



to 



IS 



20 



Ca and REM control the formaton of a sulf Kle ^^^^^J^i^^'^^rred if the Ca or REM content is not 
absorption energy in a Charpy test. etcY ^JJ^^^^^ exceeds 0.02%. large quantities of 

greater than 0.001%. and if the Ca <^<^^^^l ° °°!;^ "id large inclusions. They not only deteriorate the dean- 
CaO-CaS or REM-CaS are formed and result in large ^"^S^ ^^^^ the addition amount of Ca or REM .s 
^s of the steel t)ut adversely affect ^^^^ ^^\^les. it is particularly eHective to reduce 
set to 0.006% or 0.02%. respectively, ^^^^hermore.^ ultra-h,gh^tren^h U^^^^ 

nrrn2:::esium (Mg) and yttrium CO ---rfp^^^^^^^^ 

rolled and re-heated, and refines the structure after hot roHma ^"'J^^^^^^^^ th^amount of addition is too small, their 
heat affected zone and improve the low t^-^^^^i^^t trh^^^ ^^^^ '>^°°'"^ "^^^ 

effect cannot be obtained, and H their amountot of addition are set to Mg: 0.001 to 0.006% and Y: 

•^ISS^'SS" 'cJittSla, 0^"^ 

p =. 2.70 1 0.43 ♦ Mn « O^Or 0.45(Ni t Co) * (1 ♦ * V • 1 

to1.9iP54.0««»ritHeste.lcontalnslheMo su»on. ^i^'ll'^*^^i!^t^^^t^^MtJte'i>- 

/ > lative rolling reduction ratio is 10 to 70%. P'^^^^.^^^}?^^c Thexeanef the hot rolled plate is cooled with air. or 

C ^ toan Ar, point and a hot ^olHng«nish temp^^^^^^^ ^OO^C. 

is cooled at a cooling rale of at least 10-C sec o an ^J^^^J ^^^^^^^ the time of re-heating of the slab and to refine 
This process is directed to keep small the inital austenite 9^"^ becomes the two-phase structure of fine 
« the rolled'structure. For. the smaller the intia. a^^'^^ 9-"^^^^ ^'T^Si teC^rfat whichThe austenite grains at 
ferrite-martensite to occur. The temperature of 1 .300 C « ^^^P^^ ^ the other hand, the alloy elements 

the time of re-heating do not become coarsej^ftt^ 2^^^ ^ to, 3 ^ time is neces- 

do not solve suHidently. and « P'«*f ""'"2,"^^^^' .^^^tence J the time of hot rolling becomes great, the energy 
sary so as to uniformly heat the slab and f '^^^^"^^ing temperature is set to 950-C. 

50 cost inaeases undesirably. Therefore. ^'^ ''"J quantity at a temperature not higher than 

The re-heated slab must be rolled so that the ^o^hBse zone at the Arg to Ar^ point 

950OC is at least 50%. the cumulative reducton ^^^'^^^^ .°! ^^^^^^ to 800-C. The reason why the cumula- 

is 10 to 70%: preferably 15 to 50%: and the hot ^"'^J^;^' S^S^tto rolling in the austenite un-recryslalli- 

tive rolling reduction quantity below 950X is In^ted ^J^^^^^^^^to convert the Structure after transformation to 
55 ration zone, to refine the austenite sUucJire ^^l^^^^^^S^ line pipe having a tensile strength of at least 950 
the ferrte-martensftetoainrte '"««i«^"'^^tomthe S^ert SS- Therefore, its cumulative reduction quantrty must 
MPa requires a higher toughness than Is 'S^^ as high as possible, and has no upper limit). 

"ir^eJ[?rnS;nr:tSet:mr^^^^ 
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must be 10 to 70% and the hot rolling finish temperature must be 650 to 800**C. This is to further refine the austenite 
structure, which is refined in the austenite un-recrystallization zone, to work and strengthen ferrite. and to make it easy 
for the separation to more easily occur at the time of the impact test. 

When the cumulative rolling reduction quantity of the two-phase zone is lower than 50%, the occurrence of the sep- 
aration is not sufficient, and the improvement in the propagation stop characteristics of brittle cracks cannot be 
obtained. Even when the cumulative rollirig reduction quantity is suitable, the excellent low temperature toughness can- 
not be accomplished if the rolling temperature is not suitable. If the hot rolling finish temperature is lower than 650**C, 
brittleness of ferrite due to machining becomes remarkable. Therefore, the lower limit of the hot rolling finish tempera- 
ture is set to 650**C. If the hot rolling finish tenperature exceeds 800**C, however, fining of the austenite structure and 
the occurrence of the separation are not sufficient. Therefore, the upper limit of the hot rolling finish temperature is lim- 
ited to 800^0. 

After hot rolling is completed, the steel plate is either cooled with air, or is cooled to an ait)itrary temperature lower 
than 50a*C at a cooling rate of at least 1 0**C/sec. In the steel of the present Invention, the ferrite and martensite/balnlte 
mixed structure can be obtained even when cooling with air Is carried out after rolling, but in order to further increase 
the strength, the steel plate may be cooled down to an arbitrary temperature lower than 500°C at a cooling rate of at 
least 1 O^C/sec. Cooling at the cooling rate of at least 1 0^C/sec is to accelerate transformation and to refine the structure 
by the formation of martenslte. etc. If the cooling rate Is lower than 10**C/sec or the water cooling stop temperature is 
higher than 500°C. the improvement of the balance of the strength and the low temperature toughness by transforma- 
tion strengthening cannot be sufficiently expected. 

It is one of the characterizing features of the steel of the present invention that it need not be tempered, but tem- 
pering may be carried out so as to conduct residual stress cooling. 

EMBODIMENT 

Next. Examples of the present invention will be described. 

Example 1 

Slabs having various chemical compositions were produced by melting on a laboratory scale (ingot: 50 kg. 120 
mm-thick) or by a converter continuous-casting method (240 mm-thick). These slabs were hot rolled to steel plates hav- 
ing a thickness of 15 to 32 mm under various conditions, and various mechanical properties and micro-structures were 
examined (tempering was applied to some of the steel plates). 

The mechanical properties of the steel plates (yield strength: YS. tensile strength: TS, absorption energy at -40**C 
in Charpy impact test: vE-40. 50% fracture transition temperature: vTrs) were examined in a direction at right angles to 
the rolling direction. 

The HAZ toughness (absorption energy at -20^C in the Charpy test: vE.20) was evaluated by the simulated HAZ 
specimens (maximum heating temperature: 1 ,400°C, cooling time of 800 to 500^C [Atsoo-sool- 25 sec). 

Held weldability was evaluated by the lowest pre-heating temperature necessary for preventing low temperature 
cracking of the HAZ in a Y-slit weld crack test (JIS G31 58) (welding metfiod: gas metal arc welding, welding rod: tensile 
strength of 100 MPa, heat input: 0.5 kJ/mm. hydrogen quantity of weld metal: 3 cc/IOOg metal). 

The Examples are tabulated in Tables 1 and 2. The steel sheets produced in accordance with the metiiod of the 
present invention had an excellent balance between the strength and the low temperature toughness, tiie HAZ tough- 
ness and field weldability In conti-ast. the comparative steels are remarkably inferior in any of their properties because 
their chemical compositions or microstruclures were not suitable. 

Since Steel No. 9 had an excessive C content, the Charpy absorption energy of botii the base metal and the HAZ 
was low, and tine pre-heating temperature at the time of welding was high, toa Since Nb was not added in Steel No 13. 
the sti-ength was not sufficient, the ferrite grain size was large, and the toughness of tiie base metal was Inferior. Since 
the S content was too high in Steel No. 14. the low temperature toughness of both the base metal and the HAZ was 
inferior. Since the ferrite grain size was too large in Steel No. 18, the low temperature toughness was remarkably infe- 
rior. Since the ferrite fraction and tiie worked ferrite fraction were small in Steel No. 19, tiie yield strengtii was low and 
the Charpy transition temperature was inferior. 
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Ex^mplQ 3 

Slabs having various chemical compositions were produced by melting on a laboratory scale (ingot ol 50 kg and 
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100 mm-thick) or by a converter continuous-casting method (240 mm-thick). These slabs were hot rolled to steel plates 
having a thickness of 15 to 25 mm under various conditions, and were tempered, in some cases, to examine their var- 
ious properties and micro-structures. 

Various mechanical properties of these steel plates (yield strength: YS. tensile strength: TS. absorption energy at 
5 -40*'C in the Charpy test: vE.40, fracture transition temperature: vTrs) were examined in the direction at right angles 
to the rolling direction. 

The HAZ toughness (absorption energy at -40*'C in the Charpy test: vE.40) was evaluated by the simutated HAZ 
specimens (maximum heating temperature: 1 ,400''C, cooling time from 800 to SOO^'C [Atsoo-sool- 25 sec). 

Rekl wekJabiiity was evaluated by the lowest pre-heating temperature necessary for preventing low temperature 
10 cracking of the HAZ in the Y-slit weld crack test (JIS G3158) (welding method: gas metal arc welding, welding rod: ten- 
sile strength 100 MPa, heat input: 0.3 kJ/mm, hydrogen amount of the weld metal: 3 cc/IOOg metal). 

These Examples are tabulated in Tables 5 and 6. The steel plates produced in accordance with the method of the 
present invention exhibited an excellent k^lance of the strength and the low temperature toughness, and excellent HAZ 
toughness and field weldability. In contrast. It was obvious that the comparative steels were remarkably inferior in any 
15 of their characteristics because their chemical compositions or micro-structures were not proper. 
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Claims 

1. A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness, containing, in 
terms of percent by weight: 



70 



15 



O. 


A AC *M A 

0.05 to 0.10%, 


Si: 


not greater than 0.6%. 


Mn: 


1.7 to 2.5%. 


P: 


not greater than 0.015%. 


S: 


not greater than 0.003%, 


Ni: 


0,1 to 1.0%. 


Mo: 


0.15 to 0.60%, 


Nb: 


0.01 to 0.10%. 


Ti: 


0.005 to 0.030%. 


A^: 


not greater than 0.06%, 


N: 


0.001 to 0.006%, and 



the balance of Fe and unavoidable impurities; 

having a P value, defined by the following general formula, within the range of 1 .9 to 4.0; and 
20 having a micro-structure comprising martensite, bainite and ferrite, wherein a ferrite fraction is from 20 to 

90%, said ferrite contains 50 to 100% of worked ferrite, and a ferrite mean grain size is not greater than 5 |am; 

^ - ' P = 2.7C + 0.4Si + Mn + O.SCr + 0.45(Ni + Cu) + (1 + p)Mo + V - 1 + p, 

25 with the proviso that p takes a value 0 when 

B < 3 ppm. and a value 1 when 
B ^ 3 ppm. 

2. A high strength line pipe steel having a low yield ratio and exceltent in low temperature toughness, according to 
30 claim 1 . which further contains: 

B: 0.0003 to 0.0020%. 

Cu: 0.1 to 1.2%. 

Cr: 0.1 to 0.8%. and 

35 V: 0.01 to 0.10%. 

3. A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness, according to 
claims 1 and 2, which further contains: 

40 Ca: 0.001 to 0.006%. 

REM: 0.001 to 0.02%, and 
( Mg: 0.001 to 0.006%. 

4. A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness, containing, in 
45 terms of percent by weight: 



so 



55 



C: 


0.05 to 0.10%. 


Si: 


not greater than 0.6%, 


Mn: 


1.7 to 2.2%, 


P: 


not greater than 0.01 5%, 


S: 


not greater than 0.003%. 


Ni: 


0.1 to 1.0%. 


Mo: 


0.15 to 0.50%. 


Nb: 


0.01 to 0.10%. 


Ti: 


0.005 to 0.030%. 


A^: 


not greater than 0.06%. 


B: 


0.0003 to 0.0020%. 


N: 


0.001 to 0.006%. and 



the balance of Fe and unavoidable impurities: 
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having a P value, defined by the Ibltowing general fonmula, within the range o'f 2.5 to 4.0; and 
having a micro-structure comprising martensite, balnite and ferrite, wherein a ferrite fraction is 20 to 90%, 
said ferrite contains 50 to 100% of worked ferrite, and a ferrite mean grain size is not greater than 5 ^m; 

P value =: 2.7C + 0.4Si + Mn + 0.45NI + 2Mo. 

A high strength line pipe steel having a low yield ratio and excellent in low temperature toughness according to 
claim 4, which further contains: 

V: 0.01 to 0.10%. 
Cr: 0.1 to 0.6%. and 
Cu: 0.1 to 1.0%. 

A high strength line pipe steel having a low yield ratio and ^cellent in low temperature toughness, containing. In 



terms of percent by weight: 


C: 


0.05 to 0.10%. 


Si: 


not greater than 0.6%, 


Mn: 


i:7to 2.5%, 


P: 


not greater than 0.015%, 


S: 


not greater than 0.003%, 


Ni: 


0.1 to 1.0%. 


Mo: 


0.35 to 0.50%, 


Nb: 


0.01 to 0.10%. 


Ti: 


0.005 to 0.030%. 


M: 


not greater than 0.06%. 


Cu: 


0.8 to 1.2%. 


N: 


0.001 to 0.006%. and 



the balance of Fe and unavoidable impurities; 

having a P value, defined by the following general formula, within the range of 2.5 to 3.5; and 
having a micro-structure comprising martensite, bainite and ferrite, wherein a ferrite fraction is 20 to 90%, 
said ferrite contains 50 to 100% of worked ferrite. and a ferrite mean grain size is not greater than 5 mhi: 

P value = 2.7C + 0.4Si + Mn + O.SCr + 0.45{Ni + Cu) + Mo + V - 1 . 

A high strength line pipe steel having a low yield ratio and excellent in k>w temperature toughness, according to 
claim 6, which further contains: 

Cr: 0.1 to 0.6%. and 
V: 0.01 to 0.10%. 

A high strength line pipe steel having a low yiekJ ratio and excellent in low temperature toughness according to 
claims 4 through 7, which further contains: 

Ca: 0.001 to 0.006%, 
REM: 0.001 to 0.02%, and 
Mg: 0.001 to 0.006%. 
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